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500-82 PCX PATENT 

WASHABLE IMPREGNATION COMPOSITIONS 
FIELD OF THE INVENTION; 

The present invention relates generally to washable, polymerizable compositions. 
More particularly, the present invention relates to such compositions curable through 
mechanisms, anaerobic, and heat curing for use as impregnation sealants. 



BRIEF DESCRIPTION OF RELATED TECHNOLOGY; 

Impregnation sealing of porosity in porous parts frequently is carried out by 
mtroducing sealant compositions into the porosity under a pressure differential, by vacuum 
techniques which are well known in the art. 



Sealant compositions typically employed in these impregnation applications include a 
wide variety of self-curing anaerobic sealants, e.g., the compositions described in U.S. Patent 
Nos. 3,672,942; 3,969,552; Re. 32,240; and 4,632,945, which are curable through free-radical 
polymerization in the presence of suitable free-radical initiators, e.g., peroxy-type initiators, 
as well as thermal-curing sealants, e.g., the compositions described in U.S. Patent Nos. 
4,416,921 and 4,416,921, as well as sealants which cure by both anaerobic and heat cure 
mechanisms. 



One problem common to many impregnation sealants is the accumulation of excess 
sealant on the outer surface of parts. Excess sealant is removable by normal abrasion or by 
contact with various liquids. The removal of extraneous or surface accumulation of anaerobic 
and heat curing sealants from the parts is important because such residues can readily 
contaminant the environment of porous parts. In addition, such surface sealant deposits may, 
by virtue of their thickness, cause the impregnated product part to vary from the desired 
dimensional specifications. This often renders the part deficient or even useless for its 
intended function in applications requiring close dimensional tolerances. 

Furthermore, such surface sealant deposits may interfere with subsequent painting, 

1 



plating, or assembly operations or cause delamination of applied paint or plated films which 
frequently are performed on porous articles subsequent to their impregnation. Specifically, 
such surface sealant deposits may be removed during painting or plating operations, resulting 
in contamination of the baths used in such operations, and may interfere with the adhesion of 
paint, plating, and the like to the impregnated part. 

To remove excess sealant firom impregnated articles, agitated rinse times of significant 
duration are required. The actual rinse time will depend upon, among other things, the nature 
of the article, such as porosity, and the washability of the uncured sealant in an aqueous 
solution. Often such rinse operations are fi-om about five to about twenty minutes, but actual 
rinse times may for any particular article may be even longer in duration. In addition, 
chemicals, such as surfactants or detergents, may also be added to the aqueous solution to 
facilitate the removal of sealant deposits. 

For example, U.S. Patent No. 3,672,942 to Neumann et al. discloses an anaerobic 
impregnant comprismg a free-radical polymerizable acrylate ester monomer and free-radical 
polymerization initiator, which requires an organic solvent, such as a halogenated 
hydrocarbon, to remove uncured impregnant from the outer surface of a porous article. 

U.S. Patent No, 3,969,552 to Malofsky et al. describes a washing process for 
removing excess impregnant from the surface of the porous article after porosity 
impregnation. The disclosed impregnation composition comprises an acrylic anaerobic 
curing resin and a peroxy initiator therefor. The wash solution is an aqueous solution of a 
nonionic surfactant of specified formula which is necessary for the removal of uncured 
impregnant. 

U.S. Patent No. Re. 32,240 to DeMarco describes a self-emulsifying anaerobic 
composition for porosity impregnation applications, comprising an anaerobically curing 
monomer such as an acrylic ester, a peroxy initiator therefor, e.g., a hydroperoxide or 
perester, an anionic or nonionic surfactant which is dissolved in the composition and renders 



it self-emulsifying upon mixing with water 



U.S. Patent No. 5,256,450 to Catena describes an anaerobic polymerizable acrylate 
composition which requires a mixture of three different polymerizable acrylates in specific 
amounts to obtain a composition that cures and rinses without the use of organic solvents or 
surfactants. 

The above-described anaerobic sealant compositions are typically impregnated into 
the porosity of metal parts by vacuum and pressure techniques. A vacuum removes air from 
the porosity of the metal parts. Sealant compositions are then introduced into the porosity 
under a pressure differential using ambient pressure or elevated pressure conditions. After 
impregnation, an operation, such as a centrifuge operation, removes excess siarface sealant 
from the metal part. Even after such removal of gross surface accumulations of the 
impregnant, there is a significant amount of impregnant at the surface of the porous articles, 
particularly in the vicinity of the pores. When the impregnant is anaerobically cured, the 
aforementioned surface accumulations as well as the outermost layer of the impregnant in the 
pores of the article, particularly shallow surface pores, are in contact with oxygen, so that 
such surface quantities of the unpregnant are uncured or only partially cured. 

Remaining surface sealant or sealant trapped in blind holes of the impregnated parts is 
typically removed in an agitated water rinse zone. The impregnated and water-rinsed parts 
may be transferred to an activator zone in which the impregnated parts are contacted with a 
catalyst activator solution, to effect curing of the sealant material at the entrance to the pores 
m the parts. This creates a hardened plug or cap of sealant material in the outer portion of the 
pore, trapping the resin for anaerobic self-cure. 

Thereafter, the impregnated parts may be transferred to a final rinse zone for removal 
of the activator solution from the impregnated parts. This final rinse solution may be at 
elevated temperature, e.g., on the order of about 50°C, to warm the impregnated parts for 
quick drying, and to accelerate curing of the anaerobic impregnant within the interior porosity 



of the article, the rate of such cure increasing with increasing temperature. 

As a variation on the above-described impregnation system, it is known to utilize a 
heat-curing resin in place of the anaerobically-curing resin, whereby the activating and final 
rinsing steps previously described are eliminated in favor of a hot rinse final step. In the heat- 
curing resin impregnation system, after impregnation and rinsing of excess surface material, 
the parts are contacted with hot water at temperatures on the order of about SO^'C to about 
90*C to cure the impregnant resin. 

Among the previously developed heat-curing impregnating compositions for sealing 
porous parts are the compositions disclosed in the patents identified and discussed below. 

U.S. Patent No. 4,416,921 to Dunn describes a heat-curing sealant composition which 
cont^ns a polymerizable acrylic monomer, an azonitrile and a anionic or nonionic surfactant 
to render the composition self-emulsifying upon mixing with water. 

U.S. Patent No. 4,147,821 to Young describes a heat-curing sealant composition 
which contains (meth)acrylic monomer and a polyfimctional acrylic monomer. An emulsifier 
is required to aid in the rinsing of uncured sealant firom the surface of a porous article. 

Once the heat-curable impregnant composition is introduced into the porosity of the 
parts to be sealed, the parts are transferred to an agitated water rinse zone for removal of any 
remaining surface accimixilations of sealant or extraneous sealant which is trapped in blind 
holes of the impregnated parts. After removal of the excess sealant in the agitated water rinse 
zone, the impregnated parts are passed to a tank containing hot water, e.g., at a temperature of 
90*^C to 150^C, or other medixmi at elevated temperature which serves to cure the sealant 
composition in the porosity. Relative to anaerobic impregnant compositions, heat-curable 
impregnant compositions may be effectively used with a minimum of monitoring and 
maintenance, with little or no aeration being requbed. 



In all of the above-described impregnation compositions and systems, either organic 
solvents or specific surfactants are used to remove uncured sealant in a reasonable rinse time 
or specific multi-component sealant compositions are used to avoid excessive rinse times. 

Accordingly, there is a need to provide a heat-curable and/or an anaerobic 
impregnating sealant without these and other disadvantages. 

SUMMARY OF THE INVENTION: 

The present invention provides washable compositions for sealing porous articles 
which have improved washability characteristics and reduced rinsing requirements. The 
present compositions achieve lower rinse times while producing improved surface cleaning of 
uncured polymer. The compositions of the present invention demonstrate utility in the 
sealing and/or aqueous rinsing operations, and obviate the conventional use of multi- 
component cleaning systems. 

In particular, the present invention provides a sealant composition with improved 
washability, thereby reducing the rinse duration, unproved ease of use by eliminating the 
need for specific surfactants, and which improve surface cleanliness of the porous article. 

In one embodiment of the present invention, the inventive composition includes a 
curable (meth)acrylate glycerol, and is self-emulsifying upon mixmg with water to facilitate 
aqueous rinsing of uncured composition. The inventive composition further includes curing 
initiators and curing accelerators to promote anaerobic or thermal curing through free radical 
mechanisms. 

In another embodiment of the present invention, the invention composition includes a 
polymerizable composition and fiirther includes a compound selected from the group 
consisting of glycerol, oxylated glycerol, (meth)acrylate glycerol and combinations thereof 
which improve the washability of the inventive sealants in aqueous solutions. 



In one desirable embodiment, the inventive composition contains an (meth)acrylate 
glycerol which has at least one terminal (meth)acrylate group to allow crosslinking of the 
(meth)acrylate glycerols upon curing. 

DETAILED DESCRIPTION OF THE INVENTION: 

The present invention is directed to a sealant composition with improved washability 
characteristics as compared to known sealant compositions. The present invention provides 
sealant compositions, the components of which serve to provide washability and self- 
emulsificability to the overall composition. These components may be included with the 
inventive sealant composition during the impregnation operation or may be incorporated 
during the water rinse operation to provide washability and self-emulsificability to the overall 
composition. Uncured sealant is typically removed from the surface of the porous article 
during the aqueous rinse portion of the sealing process. As used herein the term "washable" 
and its variants refer to the ability of a sealant composition to emulsify in an aqueous solution 
and be readily removed from unwanted areas of an article in the aqueous solution. Also, as 
used herein the term "self-emulsificability" and its variants refer to the ability of one liquid to 
form minute droplets in a second liquid resulting in a heterogeneous mixture of two liquid 
phases. 

The present compositions employ an independent component selected from the group 
consisting of glycerol, oxylated glycerol, (meth)acrylate glycerol and combinations thereof as 
an additive to anaerobic or heat curable polymerizable compositions. The polymerizable 
composition includes polyfiinctional and monofunctional (meth)acrylate esters to effectuate 
the polymerizable properties of the sealant. The inventive sealant compositions may contain 
other components to tailor the polymerizing, curing or emulsifying properties of the 
compositions. The inventive sealants also contain an initiator system and/or inhibitor 
systems to provide controlled anaerobic or thermal curing mechanisms. These compositions 
have a variety of uses, including an impregnation compositions, sealants, adhesives, coatings 
and the like. One particularly desirable embodiment relates to impregnation sealant 
compositions for porous parts. 



The inventive compositions are generally curable by free-radical mechanisms. 
Typically, anaerobic conditions or elevated temperature condition may be used. In 
impregnation applications, however, generally anaerobic and/or thermal mechanisms are 
used. Furthermore, the inventive compositions are self-emulsifying upon mixing with water 
5 to facilitate the aqueous rinsing of an impregnated article. 



In one embodiment of the inventive composition the washability and self- 
emulsificability enhancing component in the form of glycerol is incorporated into the 
resultant polymer backbone. This composition includes a curable (meth)acrylate glycerol 
1 0 component having the formula: 




(I) 



15 



20 



wherein is a substituted or unsubstituted Cj to C5 alkyi or a combination thereof, and R^ 
are independently selected from the group consisting of hydroxyl, (meth)acrylate and 
combinations thereof, provided that at least one R^ is a (meth)acrylate, where q, s and t are 
independently from about 0 to about 35; and a free radical initiator component or system for 
producing free radicals to initiate cure of said composition. The short chain to C5 alkyl 
groups, as compared to longer chain alkyl groups, assist in the washability of the inventive 
compositions. Longer chain alkyl groups can act negatively to retard emulsification. 
Desirably, R^ is an ethyl, a propyl or combinations thereof The (meth)acrylate glycerol 
compositions produce cross-linked polymers upon curing which serve as effective and 
durable self-washing sealants. The free radical initiator component provides free radicals for 
both anaerobic or heat curing of the composition. 



25 



The inventive compositions may contain from about 50% to about 99% 
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(meth)acrylate glycerol by weight of the total composition with the balance mcludmg other 
materials, for instance, initiators, inhibitors, surfactants, inerts, for instance, non-reactive 
plasticizers, and the like. 



The (meth)acrylate glycerol compositions may be suitably prepared by condensing 
hydroxyalkyi (meth)acrylate, such as hydroxyethy(meth)acrylate (HEMA), onto hydroxyl 
groups of an oxy lated glycerol, such as an oxy lated glycerol of formula VI below. 

In an alternate embodiment, the inventive compositions mclude a self-washing 
polymerizable di(meth)acrylate glycerol having the formula: 

H2 H H2 

(!) i (11) 

c=o 1=0 

R' — t R>— i 
Jin, K 

wherein is an ethyl or propyl alkyl and is hydrogen or methyl; and a free radical 
initiator component or system. 

Furthermore, in still another embodiment the inventive sealant composition may 
include at least one crosslinkable polymer, a curing component for said polymer and a 
compound selected from the group consistmg of glycerol, oxylated glycerol, (meth)acrylate 
glycerol and combinations thereof Desirably, the polymerizable component has a majority 
of polyfunctional (meth)acrylate esters (hereinafter, poly(meth)acrylate esters). These 
polyfimctional esters produce cross-linked polymers, which serve as effective and durable 
sealants, adhesives and coatings. While various (meth)acrylate esters may be used, desirable 
poly(meth)acrylate esters include those with the following general formula: 



g 



o 



H2C=C-<!i— o- 



/Rio\ 



-(CH2)„ 



4-i 



in 

\ / 



Rio 

-i-o. 
ho 



0 

-Lc=CH2 



m 



wherein R'° represents a radical selected from the group consisting of hydrogen, lower alkyl 
of from 1 to about 4 carbon atoms, hydroxyalkyl of from 1 to about 4 carbon atoms and 



O 



— ZcHjX-O-i!— C=CH2 



I. 



(IV) 



R' is a radical selected from the group consisting of hydrogen, halogen, and lower alkyl of 
from 1 to about 4 carbon atoms; R" is a radical selected from the group consisting of 
hydrogen, hydroxyl, and 



0 



-O— li_C=CH2 



(V) 



and m may be 0 to 12, and desirably from 0 to about 6; n is equal to at least 1, e.g., 1 to about 
20 or more, and desirably between about 2 to about 6; k is 1 to about 4; and p is 0 or 1 . 



The polymerizable poly(meth)acrylate esters corresponding to the above general 
formula are exemplified by, but not restricted to, the following materials: di-, tri- and 
tetraethyleneglycol dimethaciylate, dipropyleneglycol dimethacrylate; polyethyleneglycol 
dimethylacrylate (PEGMA); di(pentamethyleneglycol) dimethacrylate; tetraethyleneglycol 
diacrylate; tetraethyleneglycol di(chloracrylate); diglycerol diacrylate; diglycerol 
tetramethacrylate; tetramethylene dimethacrylate; ethylene dimethacrylate; and 
neopentylglycol diacrylate. Combinations and derivatives of these polyfunctional materials 
are contemplated. 



Monofunctional (ineth)acrylate esters (esters containing one (meth)acrylate group) are 
also advantageously used in the present compositions. The most common of these 
monofunctional esters include the alkyl esters such as lauryl methacrylate. Many of the lower 
molecular weight alkyl esters are quite volatile, and frequently it is more desirable to use a 
higher molecular weight homology such as decyl methacrylate or dodecyl methacrylate, or 
any other fatty acid acrylate esters, in (meth)acrylate-based impregnant compositions. 

When monofunctional (meth)acrylate esters are employed in the present 
compositions, it is desirable to use an ester which has a relatively polar alcohol moiety. Such 
materials are less volatile than low molecular weight alkyl esters and, in addition, the polar 
group tends to provide intermolecular attraction in the cured polymer, thus producing a more 
durable seal. Desirably the polar group is selected from the group consisting of labile 
hydrogen, heterocyclic ring, hydroxy, ammo, cyano, and halogen polar groups. Typical 
examples of compounds within this category are cyclohexylmethacrylate, tetrahydrofurfuryl 
methacrylate, hydroxyethyl acrylate (HEMA), hydroxypropyl methacrylate (HPMA), t- 
butylaminoethyl methacrylate, cyanoethylacrylate, and cWoroethylmethacrylate. 
Combinations of monofunctional (meth)acrylate are contemplated. 

When poly(meth)acrylate esters and monofunctional (metii)acrylate esters are 
employed together in the present compositions, the ratio of poly(meth)acrylate esters to 
monofunctional (meth)acrylate esters on a weight basis is generally about 0,05:1 to about 
20:1. Desirably, for use in impregnation compositions the ratio is about 5:1. Furthermore, 
the inventive curable (meth)acrylate glycerol compounds can be combined with such esters in 
amounts of about 0.1% to about 99% by weight of the total composition. In other words, the 
washability of such esters can be improved by combining various amounts of (meth)acrylate 
glycerol. 

In yet another embodiment of the present invention, a glycerol or an oxylated glycerol 
is combined with polymerizable sealant compositions to further improve washability thereof. 
The oxylated glycerol may be incorporated into the sealant composition or may be added 
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separately into the aqueous rinse solution used to wash the sealant compositions thereby 
aiding in the removal of uncured surface and extraneous sealant from the surface of the part. 



The oxylated glycerols of the present invention have the formula: 
H2— C— 

H-C— f-0-R5-A— OH 



(VI) 



H2— i — ^0-R5-X- OH 

wherein is a substituted or unsubstituted Cj to C5 alkyl or a combination thereof and w, x 
and y are independently from about 0 to about 35. Desirably, is an ethyl, a propyl or 
combinations thereof. 

When poly(meth)acrylate esters and monofunctional (meth)acrylate esters are 
employed together in the present compositions, the ratio of poly (meth)acry late esters to 
monofunctional (meth)acrylate esters on a weight basis is generally about 0.05:1 to about 
20: 1 . Desirably, for use in impregnation compositions the ratio is about 5:1. Furthermore, 
the inventive oxylated glycerols can be combined with such esters in amounts of about 0.1% 
to about 75% by weight of the total composition. In other words, the washability of such 
esters can be improved by combining various amounts of oxylated glycerols. 

The compositions of the present invention may be anaerobically curable through a 
free-radical mechanism, with an initiator being present therein, or an initiator system 
comprising a redox polymerization initiator (i.e., an ingredient or a combination of 
ingredients which produce an oxidation-reduction reaction, resultmg in the production of free 
radicals). Suitable initiators include peroxy materials e.g., peroxides, hydroperoxides, and 
peresters, which are capable of inducing polymerization of the inventive compositions in the 
substantial absence of oxygen, and yet not induce polymerization as long as oxygen is 
present. Organic hydroperoxides are the desirable peroxy materials with t-butyl 
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hydroperoxide and cumene hydroperoxide being particularly useful with the inventive 
compositions. 

In addition to initiator components, the composition of the present invention may 
include various initiator accelerators, as for example hydroperoxide decomposition 
accelerators, when hydroperoxides are used as cure initiators in the sealant material. Typical 
examples of potentially suitable accelerators mclude: tertiary amines such as tributyl amine; 
sulfimides such as benzoic sulfimide (or saccharin); formamide; and compounds containing 
transition metals, such as copper octanoate. 

The inventive compositions may also be heat-curable compositions through a free- 
radical mechanism, with a heat-cure initiator being present therein, or an initiator system 
comprising a redox polymerization initiator (i.e., an ingredient or a combination of 
ingredients which at the desired elevated temperature conditions, e.g. from about 90° to about 
150°C, produce an oxidation-reduction reaction, resulting m the production of free radicals). 
Suitable mitiators may include peroxy materials, e.g., peroxides, hydroperoxides, and 
peresters, which under appropriate elevated temperature conditions decompose to form 
peroxy free radicals which are initiatingly effective for the polymerization of the inventive 
compositions. 

Another useful class of heat-curing initiators comprises azonitrile compounds which 
yield free radicals when decomposed by heat. Heat is applied to cure the composition, and 
the resulting free radicals initiate polymerization of the inventive composition. 

For example, azonitrile may be a compoimd of the fomula: 

R 12 R 12 

NC— i-N=N--i-CN (VII) 
wherein R^^ is a methyl, ethyl, n-propyl, iso-propyl, iso-butyl or n-pentyl radical, and R^^ is a 



12 
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methyl, ethyl, n-propyl, iso-propyl, cyclopropyl, carboxy-n-propyl, iso-butyl, cyclobutyl, n- 
pentyl, neo-pentyl, cyclopentyl, cyclohexyl, phenyl, benzyl, p-chlorbenzyl, or p-nitrobenzyl 
radical or R'^ and R'^ taken together with the carbon atom to which they are attached, 
represent a radical of the formula 



(vHa)™ , (Vin) 



wherein m is an mteger from 3 to 9, or the radical 



r 



CHCHj (CH2)4 



(IX) 



Compounds of the above formula are more fully described in U.S. Patent No. 
4,416,921, the disclosure of which hereby is incorporated herein by reference. 

15 Azonitrile initiators of the above-described formula are readily commercially 

available, e.g., the initiators which are commercially available under the trademark VAZO® 
from E. I. DuPont de Nemours and Company, Inc. (Wihnington, Del.), including VAZO® 52 
(R'^ =methyl, R^Msobutyl), VAZO® 64 (R^^ =methyl, R^^ =methyl), and VAZO® 67 (R^^ 
=methyl, R" =ethyl), all such R^^ and R^^ constituents bemg identified with reference to the 

20 above-described azonitrile general formula. 

A desirable azonitrile initiator is 2,2'-azobis(iso-butyronitrile) or AZBN. 

The azonitrile may be employed in the inventive heat-curable compositions m 
25 concentrations on the order of about 500 to about 1 0,000 parts per million (ppm) by weight, 
desirably about 1000 to about 5000 ppm. 

Other (meth)acrylic monomer-based unpregnant compositions of a heat-curable 
character may be employed in the broad practice of the present mvention, including those 
30 disclosed in UK Patent Specifications 1,308,947 and 1,547,801. As described in these 
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references, the monomeric impregnant composition may contain suitable inhibitors serving to 
restrict or preclude the occurrence of polymerization of the monomer, at temperatures below 
those desired or recommended for heat-curing of the impregnant composition. 

The inventive impregnant compositions may also contain other constituents, such as: 
other co-monomer species, reactive diluents, pigments, surfactants, fillers, polymerization 
inhibitors, stabilizers, anti-oxidants, anti-corrosion additives, and the like. For example, 
surfactants may be combined with the inventive compositions or included in the aqueous 
rinse solution. The use of surfactants and specific materials utilized for such purpose are 
more fully described in U.S. Patent No. 3,969,552 and Re. 32,240, the disclosures of each of 
which are expressly incorporated herein by reference. Suitable surfactants include classes of 
anionic surfactants, such as petroleum sulfonates, alkyl sulfonates or alkylaryl sulfonates and 
nonionic surfactants, such as, ethoxylated alkyl phenols, ethoxylated linear secondary 
alcohols, polyoxyethylene or polyoxypropylene glycols. 

The invention may be further understood with reference to the following non-limiting 
examples. Percent weights are per the total composition unless otherwise specified. 
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EXAMPLES 

Example 1 

An anaerobic sealant composition according to the present invention (Composition 
One) was prepared with the following formulation: 

Table 1 



Composition One WT% 

Triethyleneglycol dimethacrylate 74.00 

Laury 1 methacry late 15.00 

Hydroxpropyl methacrylate 5 .00 

Surfactant 5,24 

Fluorescence o.02 

Inhibitor 0.04 

Benzosulfimide (saccharin) 0.30 

t-butyl hydroperoxide 0.40 

Total: loooo 



A lapshear, such as a metal lapshear (1" x 4" x 1/16") in accordance with ASTM D- 
1002, was coated with the above inventive composition. The coated lapshear was repeatedly 
dipped into room temperature tap water to clean the coated l^shear to yield a base dipping 
requirement to clean the lapshear. Glycerol dimethacrylate was then combined with mventive 
Composition One at various levels as shown below and the cleaning procedure was repeated. 
As illustrated in the below results in Table 2, including glycerol dimethacrylate m the 
Composition One increased the washability thereof, as evidenced in a decrease in dips 
required for cleaning. These compositions proved to have particular efficacy as an 
impregnation composition. 
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Table 2 



Glycerol Dimethacrylate 
Incorporated into Inventive 
Composition One, WT% 



Number of Dips into 
27°C Tap Water to 
Clean Coated Lapshear 



0 
1 
3 
5 
7 
9 
15 



50+ 
35 
35 
35 
25 
20 
20 



Example 2 

An anaerobic sealant composition according to the present invention (Composition 
Two) was prepared with the following formulation: 



A lapshear, as described above in Example 1, was coated with the above composition. 
The coated lapshear was repeatedly dipped into room temperature tap water to clean the 
coated lapshear to yield a base dipping requirement to clean the lapshear. Glycerol 
dimethacrylate was then combined with inventive Composition Two at various levels as 
shown below and the cleaning procedure was repeated. As illustrated in the results below, 
incorporating glycerol dimethacrylate in the composition increased the washability thereof, as 
evidenced by the decrease in number of dips required for cleaning. These compositions 



Table 3 



Composition Two 

Butanediol dimethacrylate 

Triallyl Cyanurate 

Lauryl methacrylate 

Fluorescence 

Inhibitor 

Saccharin 

70% t-butyl hydroperoxide 
Total: 



WT% 
50.00 
30.00 
19.04 
0.02 
0.04 
0.30 
0.60 



100.00 
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proved to have particular efficacy as an impregnation composition. 

Table 4 

Glycerol Dimethacrylate 
Incorporated into Inventive 
Composition Two, WT% 

0 
1 
3 
5 
7 
9 

Example 3 

The anaerobic sealant composition (Composition Two) of Example 2 was used in the 
following washability study. 

A lapshear, as described above in Example 1, was coated with the above composition. 
The coated lapshear was repeatedly dipped into room temperature tap water to clean the 
coated lapshear to yield a base dipping requirement to clean the lapshear. Ethoxylated 
glycerol was then combined v^th the sealant composition at various levels as shown below 
and the cleaning procedure was repeated. As illustrated in the below results in Table 5, 
including ethoxylated glycerol in the composition increased the washability thereof, as 
evidenced by a decrease in the number of dips required for cleaning. These compositions 
proved to have particular efficacy as an impregnation composition. 



Number of Dips into 
2TC Tap Water to 
Clean Coated Lapshear 
50+ 
15 
13 
10 
8 
8 
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Table 5 



Ethoxylated Glycerol 
Incorporated into Inventive 
Composition Two, WT% 

0 
1 
3 
5 
7 
9 



Number of Dips into 
27°C Tap Water to 
Clean Coated Lapshear 

50+ 

40 

20 

13 

13 

10 



Example 4 



The anaerobic sealant composition (Composition Two) of Example 2 was used in the 
following washability study. 



A lapshear, as described above in Example 1, was coated with the above sealant 
composition. The coated lapshear was repeatedly dipped into room temperature tap water to 
clean the coated lapshear to yield a base dipping requirement to clean the lapshear. 
Propoxylated glycerol was then combined with the sealant composition at various levels as 
shown below and the cleaning procedure was repeated. As illustrated in the below results in 
Table 6, including propoxylated glycerol in the sealant composition increased the washability 
thereof, as evidenced by a decrease in the number of dips required for cleaning. These 
compositions proved to have particular efBcacy as an impregnation composition. 
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Table 6 



Propoxylated Glycerol 
Incorporated into Inventive 
Composition Two, WT% 



Nxmiber of Dips into 
27X Tap Water to 
Clean Coated Lapshear 



0 
1 
3 
5 
7 
9 



50+ 
17 
15 
12 
10 
10 



Example 5 



An anaerobic sealant composition according to the present invention (Composition 
Three) was prepared with the following formulation: 



Two drops, or about 0.4 grams, of the inventive composition was placed on a 
lapshear, as described in Example L A second lapshear was placed over the inventive 
composition, and the two lapshears were clamped together. A fixture test was then preformed 
at periodic time intervals. For the fixture test the two lapshears were undamped at a 
particular time period. If the lapshears could move relative to one and the other, the inventive 
composition did not fully cure. The two lapshear would be reclamped until the next time 
interval. If the two undamped lapshears could not moved relative to one and the other, then 
the mventive composition did fully cure. As illustrated below results in Table 8, the 
inventive composition anaerobically cxnred and proved to have particular efficacy as an 
impregnation composition with improved washability characteristics. 



Table 7 



Anaerobic 



Inventive Composition Three Sealant, WT % 

Glycerol dimethacrylate 97.0 
cumene hydroperoxide 3.0 



Total: 100.0 
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Table 8 



Room 

Inventive Temperature 

Composition Three Anaerobic Curing 

1 hour after assembly Not Cured 

2 hours after assembly Not Cured 

3 hours after assembly Not Cured 

4 hours after assembly Fully Cured 



Example 6 

An anaerobic sealant composition according to the present invention (Composition 
Four) was prepared with the following formulation: 



Table 9 

Inventive Anaerobic 

Composition Four Sealant, WT % 

Glycerol dimethacrylate 96.7 

cumene hydroperoxide 3.0 

Benzosulfimide (saccharin) 0.3 

Total: 100.0 



Two drops, or about 0.4 grams, of the inventive composition was used for a fixture 
test, as described in Example 5, with two lapshears. Saccharin proved to be an effective 
accelerator for aerobically curing the inventive composition. As illustrated below results in 
Table 10, the inventive composition anaerobicly cured and proved to have particular efficacy 
as an impregnation composition with improved washability characteristics. 
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Table 10 



Inventive 
Composition Four 
1 hour after assembly 



Room 
Temperature 
Anaerobic Curing 
Fully Cured 



Example 7 



An anaerobic sealant composition according to the present invention (Composition 
Five) was prepared by adding 1 gram of copper octanoate to 100 grams of Inventive 
Composition Four of Example 6, Two drops, or about 0.4 grams, of the inventive 
composition was used for a fixture test, as described in Example 5, with two lapshears. 
Copper octanoate proved to be an effective accelerator for aerobically curing the mventive 
composition. As illustrated below results in Table 1 1, the inventive composition anaerobicly 
cured and proved to have particular efficacy as an impregnation composition with improved 
washability characteristics. 



Table 11 



Inventive 
Composition Five 

20 minutes after assembly 



Room 
Temperature 
Anaerobic Curing 

Fully Cured 
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Example 8 

An anaerobic sealant composition according to the present invention (Composition 
Six) was prepared with the following formulation: 



Table 12 

Anaerobic 



Inventive Sealant, 

Composition Six WT% 

Glycerol dimethacrylate 77.0 

Lanryl methacrylate 10.0 

Hy droxpropyl methacrylate 1 0.0 

cnmene hydroperoxide 3.0 

Total: 100.0 



Two drops, or about 0.4 grams, of the inventive composition was used for a fixture 
test, as described in Example 5, with two lapshears. As illustrated below results in Table 13, 
the inventive composition anaerobicly cured and proved to have particular efficacy as an 
impregnation composition with improved washability characteristics. 

Table 13 



Inventive 
Composition Six 

1 hour after assembly 

2 hours after assembly 

3 hours after assembly 

4 hours after assembly 

5 hours after assembly 

6 hours after assembly 

7 hours after assembly 



Room 

Temperature 
Anaerobic Curing 
Not Cured 

Not Cured 

Not Cured 

Not Cured 

Not Cured 

Not Cured 

Partially Cured 
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Example 9 

An heat curable sealant composition according to the present invention (Composition 
Seven) was prepared with the following formulation: 



Table 14 





Heat 




Curable 


Inventive 


Sealant, 


Composition Seven 


WT% 


Glycerol dimethacrylate 


97.0 


cumene hydroperoxide 




Total: 


100,0 



Two drops, or about 0.4 grams, of the inventive composition was placed on a 
lapshear, as described in Example 1 , A second lapshear was placed over the inventive 
composition, and the two lapshears were clamped together. The assembly was placed in an 
oven and maintained at 12VC. A fixture test, as described in Example 5, was then preformed 
after one hour. As illustrated below resuhs in Table 15, the inventive composition thermally 
cured at 121 ^C and proved to have particular efficacy as an impregnation composition with 
improved washability characteristics. 



Table 15 

Inventive 121 °C 

Composition Seven Heat Curing 

1 hour after assembly Fully Cured 



Example 10 

A heat curable sealant composition according to the present invention (Composition 
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Eight) was prepared with the following formulation: 

Table 16 

Heat 
Curable 

Inventive Sealant, 
Composition Eight WT% 
Glycerol dimethacrylate 96.7 
cumene hydroperoxide 3.0 
Benzosulfimide (saccharin) 0.3 
Total: 100.0 

Two drops, or about 0.4 grams, of the inventive composition was used for a fixture 
test, as described in Example 9, with two lapshears. As illustrated below results in Table 17, 
the inventive composition thermally cured at 121 ^C and proved to have particular efficacy as 
an impregnation composition with improved washability characteristics. 



Table 17 

Inventive 12 PC 

Composition Eight Heat Curing 

1 hour after assembly Fully Cured 



Example 11 

A heat curable sealant composition according to the present invention (Composition 
Nine) was prepared with the following formulation: 
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Table 18 



Heat Curable 



Inventive Sealant, 

Composition Nine WT% 
Glycerol dimethacrylate 77.0 

Laury 1 methacrylate 1 0.0 

Hydroxpropyl 10.0 

methacrylate 

cumene hydroperoxide 3.0 
Total: 100.0 



Two drops, or about 0.4 grams, of the inventive composition was used for a fixture 
test, as described in Example 9, with two lapshears. As illustrated below results in Table 19, 
the inventive composition thermally cured at 121 °C and proved to have particular efficacy as 
an impregnation composition with improved washability characteristics. 



Table 19 

Inventive 121 °C 

Composition Nine Heat Curing 

1 hour after assembly Fully Cured 



The invention being thus described, it will be clear to those persons of skill in the art 
that the same may be varied in many ways. Such variations are not to be regarded as a 
departure from the spirit and scope of the invention and all such modifications are intended to 
be included within the scope of the claims. 
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WHAT IS CLAIMED IS: 



1 . A free-radical ciirable composition which is washable and self-emulsifiable 
upon mixing with water comprising: 

(a) a curable glycerol composition having the fomula: 



wherein is a substituted or imsubstituted C, to C5 alkyl or combinations thereof; 
and R^ are independently selected from the group consisting of hydroxyl, (meth)acrylate and 
combinations thereof; q, s and t are independently from about 0 to about 35; provided that at 
least one of said R^ is said (meth)acrylate; and 



(b) a free radical initiator to initiate cure of said composition. 

2. The composition of claim 1 wherein said free radical initiator includes a heat- 
curing initiator to produce free radicals by thermal decomposition to cure said sealant. 

3. The composition of claim 2 wherein the heat-curing initiator is selected from 
the group consisting of a peroxide, a hydroperoxide, a perester, an azonitrile and 
combinations thereof. 

4. The composition of clmm 1 wherein said free radical initiator includes a 
anaerobic-curing initiator to produce free radicals upon the exclusion of oxygen to cure said 
sealant. 



H2— C 




•C— f^O-R^— \ 
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5. The composition of claim 4 wherein said anaerobic-curing initiator is a peroxy 
initiator selected from the group consisting of hydroperoxides, peroxides, peresters and 
combinations thereof 



6. The composition of claim 4 wherein said anaerobic-curing initiator includes an 
anaerobic accelerator selected from the group consisting of tributyl amine, benzoic sulfimide, 
formamide, copper octanoate and combinations thereof 

7. The composition of claim 1 further mcluding a poly(meth)acrylate ester 
having the formula: 



O 



=cJ! 



— O- 



/ R>o\ RIO 



-(CH2)„ 



/ 



i-0- 



o 

J— C=CH2 



n 



wherein R**^ represents a radical selected from the group consisting of hydrogen, lower alkyl 
of from 1 to about 4 carbon atoms, hydroxyalkyl of from 1 to about 4 carbon atoms and 

O 

—/cHaVo-ii— C=CH2 ; 

is a radical selected from the group consisting of hydrogen, halogen, and lower alkyl of 
from 1 to about 4 carbon atoms; R^Ms a radical selected from the group consisting of 
hydrogen, hydroxyl and 

0 

— O— ii— C=CH2 ; 

A. 

m is 0 to about 12, n is equal to at least 1, k is 1 to about 4 and p is 0 or 1. 



8. The composition of claim 1 ftirther including a monofunctional acrylate ester, 
said monofimctional acrylate ester being selected from the group consisting of lauryl 
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methaciylate, cyclohexylmetharylate, tetrahydrofiirftiryl methacrylate, hydroxyethyl acrylate, 
hydroxypropyl methacrylate, t-butylaminoethyl methacrylate, cyanoethylacrylate, 
chloroethylmethacrylate and combinations thereof. 



5 9. The composition of claim 1 further including an ionic surfactant, an anionic 

surfactant and combinations thereof. 

1 0, The composition of claim 1 wherein is ethyl, propyl or a combination 
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thereof. 

11. A free-radical curable composition which is washable and self-emulsifiable 
upon mixing with water comprising: 

(a) a curable poly(meth)acrylate ester having the formula: 



15 



O 

H2C=C— L O- 



Ti.. 

\ / 



RIO 

-i-0- 



0 

-i!— C=CH2 



20 



wherein R'° represents a radical selected from the group consistmg of hydrogen, lower alkyl 
of from 1 to about 4 carbon atoms, hydroxyalkyl of from 1 to about 4 carbon atoms and 

0 

is a radical selected from the group consisting of hydrogen, halogen, and lower alkyl of 
from 1 to about 4 carbon atoms; R" is a radical selected from the group consisting of 
25 hydrogen, hydroxyl and 

0 

— O J— C=CH2 



m is 0 to about 12, n is equal to at least 1, k is 1 to about 4 and p is 0 or 1; 
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(b) a washing agent for emulsifying said curable poIy(meth)acrylate ester, said 
washing agent is selected from the group consisting of a glycerol composition, a 
(meth)acrylate glycerol composition and combinations thereof; wherein 

(i) said glycerol composition having the formula: 

H2— C— ^0-R5-^— OH 
H-C — ^o— R5-^ — OH 
Kz-C — C-O-R^-A- OH 

wherein R^ is a Ci to C5 substituted or unsubstituted alkyl or a combination thereof; w, x and 
y are independently from 0 to about 35; and 

(ii) said (meth)acrylate glycerol composition having the formula: 

H2— C — ^O— Ri— ^R2 

H-C — ^0— Ri— ^R3 

Hj— C — ^O— Ri— ^ R2 
wherein R* is a substituted or unsubstituted Cj to C5 alkyl or combinations thereof; R^ and R^ 
are independently selected from the group consisting of hydroxyl, (meth)acrylate and 
combinations thereof; q, s and t are mdependently from about 0 to about 35; provided that at 
least one of said R^ is said (meth)acrylate; and 

(c) a free radical initiator for producing free radicals to initiate cure said 
composition. 

12. The composition of claim 1 1 wherein said free radical initiator includes a heat- 
curing initiator to produce free radicals by thermal decomposition to cure said composition. 
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13. The composition of claim 12 wherein the heat-curing initiator is selected from 
the group consisting of a peroxide, a hydroperoxide, a perester, an azonitrile and 
combinations thereof 

14. The composition of clarni 1 1 wherein said free radical initiator includes a 
anaerobic-curing initiator to produce fi^e radicals upon the exclusion of oxygen to cure said 
sealant 

15. The composition of claim 14 wherein said anaerobic-curing initiator is a 
peroxy initiator selected from the group consisting of hydroperoxides, peroxides, peresters 
and combinations thereof 

1 6. The composition of claim 1 4 wherein said anaerobic-curing initiator mcludes 
an anaerobic accelerator selected from the group consisting of tributyl amine, benzoic 
sulfimide, formamide, copper octanoate and combinations thereof 

17. The composition of claim 1 1 fiirther including a monoftmctional acrylate ester, 
said monoftmctional acrylate ester being selected from the group consisting of lauryl 
methacrylate, cyclohexyhnetharylate, tetrahydrofurfiiryl methacrylate, hydroxyethyl acrylate, 
hydroxypropyl methacrylate, t-butylaminoethyl methacrylate, cyanoethylacrylate, 
chloroethylmethacrylate and combinations thereof 

1 8. The composition of claim 1 1 further including an ionic surfactant, an anionic 
surfactant and combinations thereof 
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1 9. A method for washing uncured anaerobic or heat curing sealant from a surface from 
an article comprising: 

(a) impregnating said article with a curable poly(meth)acrylate ester having the 



formula: 



O 

H2C=C-(!{— O- 



I Ri«\ R'» 



-i 
\ I 



i-0. 



o 

.1 



C=CH2 



n 



wherein R^** represents a radical selected from the group consisting of hydrogen, lower alkyl 
of from 1 to about 4 carbon atoms, hydroxyalkyl of from 1 to about 4 carbon atoms and 



O 

_/cH2yO-J!-C=CH2 

is a radical selected from the group consisting of hydrogen, halogen, and lower alkyl of 
from 1 to about 4 carbon atoms; R" is a radical selected from the group consistmg of 
hydrogen, hydroxyland 

O 

— O— i!— C=CH2 
m is 0 to about 12, n is equal to at least 1, k is 1 to about 4, and p is 0 or 1; 

(b) adding a washing agent for emulsifying said curable poly(meth)acrylate ester 
into a wash tank containing an aqueous solution, said washing agent is selected from the 
group consistmg of a glycerol composition, a (meth)acrylate glycerol composition and 
combinations thereof; wherein 

(i) said glycerol composition having the formula: 
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H2— C— f-O-Rs-^—OH 



-O— R5-A- 



-OH 



H2— C — ^0-Rs-A— OH 

wherein R' is a substituted or unsubstituted C, to Cj alkyl or a combination thereof; w, 
X and y are independently from about 0 to about 35 and 

(ii) said (meth)acrylate glycerol composition having the formula: 



H2— C— ^0-Ri-^ 



H-C 
H2— C 



-O-Ri— ^ 



-R2 



-R3 



■R2 



wherein is a substituted or unsubstituted Ci to C5 alkyl or combinations thereof; R^ and R^ 
are independently selected from the group consisting of hydroxyl, (meth)acrylate and 
combinations thereof; q, s and t are independently from about 0 to about 35; provided that at 
least one of said R^ is said (meth)acrylate; and 



(c) washing said curable poly(meth)acrylate ester from the surface of said article 
in said wash tank containmg said aqueous solution and said washing agent. 
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20. A method of anaerobically or thennally sealing a porous article comprising: 
(a) selecting a curable glycerol composition having the formula: 



H2— C— ^0-R^~-^R2 



H-C — (1^0— Ri-A— R3 
H2— C — ^O— Ri— ^ R2 

wherein R^ is a substituted or unsubstituted to C5 alkyl or combinations thereof; R^ and R^ 
are independently selected from the group consisting of hydroxyl, (meth)acrylate and 
combinations thereof; q, s and t are independently from about 0 to about 35; provided that at 
least one of said R^ is said (meth)acrylate; and 

(b) selecting a free radical initiation to initiate curing of said curable 

glycerol; 

(c) impregnating pores of said article with said curable glycerol and said 

initiator, and 

(d) washing said curable glycerol from a surface of said article in a wash 
tank containing an aqueous solution. 
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and as amended under PCT Article 19 on (if any). 
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claims, as amended by any amendment referred to above. 
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accordance with Title 37, Code of Federal Regulations § 1.56(a). 
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Attorney Docket No.: LC-377/PCT/US 



PRIORITY CLAIM 

I hereby claim foreign priority benefits under Title 35, United States Code, § 1 19(a)-(d) of any foreign 
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COUNTRY 


APPLICATION NUMBER 


DAXE OF FILING 
(day,month,year) 
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(f) _ no such applications have been filed. 

(g) V such applications have been filed as follows: 
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transact all business in the Patent and Trademark Office connected therewith: 
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Reg. No. 31J3Z. VJL^ 
LOCXIXE CORPORAXION 
1001 Trout Brook Crossing 
Rocky Hill, Connecticut 06067 USA 
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willful false statements and the like so made are punishable by fine or imprisonment, or both, under Section 1001 
of Title 18 of the United States Code, and that such willful false statements may jeopardize the validity of the 
application or any patent issued thereon. 



SIGNATURES 




Full name of sole or first inventor: 




Inventor's signature: 




Date: /;62^^**^^^ 



XO SL&Q/ Country of Citizenship: 



United States 



Residence: 




Road, West Hartford, CT 06107 



Post Office Address: 



Full name of second inventor: 



Peter J. Chupas 



Liventor*s signature: 



Date: 



Country of Citizenship: 



United States 



Residence: 



Post Office Address: 



4 Rosita Lane, Port Jefferson, NY 1 1777 
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PATENT 



COMBINED DECLARATION AND POWRR OF ATTORNEY 

(ORIGINAL, Df^SJOi^, jXiTfOML STAQB OFFCJ, SUPPLEME.'^TAL, DmSlO?iAL. COmiT^VATlQI^ OH Or) 



As a below narf»^d inventor* I hereby declare ihai: 

TYPE OF DECLARATION 

'fbh dcclaj-^tion of the following type: 
original 
design 

supplcmcnial 

natiftnal wage of PCT 
_ divisional 
_ conlinualioTj 

contwu^iion-iji-pan (CIP) 

IN VF.NTORSHIP ^DENTinCATION 

My residence, post office address and citizenship are as Mated bp-low nexi lo iny name. J believe 1 am t}\e ongmal, 
fint and sole invfimor (1/ o??/y G«e /lamc listed bclcaO or ai) original, fir^i and jcijii inventor {If plural names 
iisfecl bd<P>i) of ihc subject inattffr which is claimed and for which a patent is sought on ibc invention entitled. 

Tin T- OF INVENTION 
SPKCIFICATION IDENTIFICATION 

The 3p9cificaTion of -^'hich; 

(a) _ is 3tt»ched her»to- 

(b) _ was filed on as _ Application No« or _ Express Mail Mailing 

Label >5o. . 3» Application No. noi yc* Wjiown, and was amended on 

(c) ^ V/&S described ind cUimcd in PCX IntCTTsational Applicxiion No, FCT/U 300^2007 G filtU ^1 July 2000 
antS a$ ftmcn<led wzwjer PCX Anicle 19 on ._. (if^f^y)- 

ACKNOWLEDGMENT OF MVIfW OF PAPERS AND DUTY OF CANDOR 

I hereby $tate dial I hitvc reviewed a;^d understanci the contents of the abov«-identitlcd speeification, incltjding the 
claims. 2t5 amended by aj>y aineiidnieni rcrcjrcd to above. 

I 3C}ajowledge die duty lu Uiscloac information which is iti^teiisl to !he examination of this application in 
uucord?snc£ ^^ith XWe 37. Code of Federal Regulations § J.56(aJ. 



COMBINED DECLARATION 
ArrD POWER OF ATTORNEY 



AUorney Docket No.: ]j:>377/PCTAJ$. 



PRIORITY CI AIM 

! heteby cWuji a>rcign prioruv benefits under Tnle 35. United Suie^ C^Oc. § 1 19(3}-^d) of ^nv tore j^n 
applicatioDW for patent or iiwemor'3 ccriiriceic, § 1 19Ce) of any United States pfoviMUDiil appbcstion, or !S 3t>:>^b) 
of any PCT intcniational application(5) dtsign^ting at 5east one countt^' ether than the Uniwd States of Angelica 
Kstcd below and have aho identified bdovv uj^y foreign apphcMi 011(5) for patent ot invw,tur^ certificate or any PCT 
imemational applical5on(s) d??5£n3tin£ cit leist one counto^ other than the Umtcd States of Amerrca tilwl by iiiV; on 
The 5<»m«t subject mauer havi;:g a fjting date before that of the applkationCs) of which pnonty is claimed. 

W) no such applications have been T'jlcd. 

(c) V such applications have been filed as foHo^'s; 

EARLIEST FOREIGN APPLICATION(5). IF ANY, FILLD WITHIN 12 MONTHS 
(6 MONTHS FOR D£SICN) iPRiOR TO THIS U.S^AFPLICA-nQN 

APPLICATIOT^ number " ■ T^-r-Sf-r-^rrs-^ 



COUNTRY 



US 



60/144.856 



DATE OF FILING 

(day , month ,yeai-) 



27 Sept 2000 



PRJORl'Pr CLAIMED 
UNDHRS5USC 119 



\^ YC5 



No 



\f Yes 



No 



Yes 



No 



I hci«by cUim the benefit under Titk 35. United Slater Code, § HO of an>' United States applicaiion(.v), or § 365 
(c) of 3ny PCT Imcrnailonfti application designating the United States of Amcnca, )i5tcd bcJo^v and., insofar as ihe 
bubicct matter of each of the cisims of this applkation is not disclosed in the prior United Stales or PCT 
Intenutional application in Ihc manner provided by the tir^t paragraph of Tiik 35, United Starec Cod^. § 112. 

(f) _ no i^ueh applicsiicns have been filed. 

(g) -4 s\ich zppUcmvu^ havo been f»led as fo}^o^''3; 



APPLICATION NUMBER 


DATE OF FILING 
(day, month, year) 


PRJ0R3TY CLAIMED 
UNDER 35 use !20 


PCT/USOO/20076 


21 Jub 2000 


VYc5 No 






Yes No 



P0\^T:R OF ATTORNEY 

AS a n«»mcd inventor, I hcrtby appoint the following anomey(s) and/or ageni(s) 10 prosecute this application aiid 
(ranssct alJ business in the PutenT Trademark Office connected therewith. 

Steven C Bauman 
Ke^.No. 33,832 
LOCTITE CORPOPJ^TION 
1 001 TrotJi Brook Crossing 
Rocky Hfll, Connecticut 06067 USA 



SEND c6rRESV0NDRNCE TO; 


DIRECT TELEPHONE CALLS TO: 
(nam^ and (elwphon^ number) 


LOCTtTE CO?J>0BATION 

Le^aJ DeparTTTxtm 
1 00} Tio^t Brook Crossing 
Rocky Hi]l, Connectinil 0G007 


Steven C. Batiroan 
(860)571-5001 
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COMBINED DECLARATION 
AND POWER OF ATTORNEY 



Attorney Docket No.: L C-377/TCTAJS 



DECLARATION 

I hereby (Jcclsffr that all siutctncnts made hcxm of my own knowledge are u-ue ajid that all siBiena-iiib uuiOc on 
fnformauon and bdief believed to be- true, (snd farthtr thai these st^jtcmcnta u'crc made with the >uiov/l?d5e. ihal 
willful raise sutcments amd ths like so made are punlchabb by fine of imprisonmcni, or both, under SccDon 1001 
M'T^Tlc 1 ft ctThc United States Ci?d?, and that sucW wtlllui false stattmems may jeopftrtlr^e the val3dit>' of the 
application or any patem i-isued thereon 

SIGNATURES 

Full name of soU or fir^t inventor: , Fredi^fickF Ncwbcnh HI 



Date: 


Country of Citkcnship: United Staters 




Residence: 


12 Grceniiursl Road, West Hairford, CT 06107 




PfM;t Ofrlce Address: _ ~X _ — 


Pull name of second inventor^ 


J 

^ Peter J. Chup3s 




inventor's signature: / / 







Dale: Pv>r^.^U«^ 3UQ^ B4S>0\ Cowoy of Cmzcnship: United State-'i 

Rcsidwce: 

Po5C Of[)C€ Address: 4 Rosiia Lane. Port Jefferj;on, NY \ 1 777 



FACE 3 



